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Aqueous ink Composition for Ink Jet:^ Ink Cartridge, 
Recording Unit, Ink Jet Recording Apparatus^ 
and Ink Jet Recording Method 

BACKGROUND OF THE I^JVENTION 
Field of the Invention 

The present invention relates to an ink 
composition for ink jet which is suitable for ink jet 
recording, produces a high quality image, is superior 
particularly in the stability of intermittent ejection 
from an ink jet recording head^ and inhibits a 
thickened material of the ink from adhering to an 
ejection port surface in an ink jet head* 
Related Background Art 

An ink jet recording method comprises ejecting an 
ink, and attaching the ink to paper or another 
recording material to perform recording. For example, 
according to an ink jet recording system disclosed in 
Japanese Patent Publication Nos. 61-59911, 61-59912, 
61-59914 and the like, that is, according to the ink 
jet recording method of using an electrothermal 
conversion member as ejection energy supply means, 
applying heat energy to the ink to generate a bubble 
and to thereby eject the ink, high-density multiple 
orifices of a recording head can easily be realized, 
and an image having a high resolution and a high 
quality level can be recorded at a high speed- Such 
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system is main one of ink Jet: recording methods put 
into practical use at present. 

In th±s regard, as the ink for use in such an ink 
jet recording method, for example, an aqueous ink is 
5 used in which a water-soluble dye is used as a coloring 
material- A recorded image formed with the ink 
therefore requires the further enhancement of water 
resistance and resistance to a line marker on a plain 
paper (hereinafter referred to simply as marker 

10 resistance). In this field, a large number of means 
for particularly improving the density and the water 
resistance of the recorded image have heen proposed, 
and as one of these means, there is a technique of 
using a pigment as the coloring material and dispersing 

15 the pigment in water to form a pigment dispersion ink. 
For example, the pigment dispersion ink using carbon 
black as the coloring material can form the recorded 
image provided with a high image density and a superior 
water resistance- However, for the recorded image, 

20 there is still room for improvement in the rub 

resistance and the marker resistance of the image 
formed particularly on the plain paper. 

Furthermore, in a dispersion ink containing such a 
water- insoluble coloring material and a resin, ink jet 

25 ejection stability is adversely affected in some cases. 
Particularly, intermittent ejection stability tends to 
be influenced. An intermittent ejection defect means a 



phenomenon in which when the ink is ejected from a 
certain nozzle during printing and no ink is then 
ejected from the same nozzle for a certain time (e*g,, 
about 30 seconds), and when the next one ink droplet is 
ejected from the nozzle, stable ejection fails to be 
performed, and the printing is disordered. 

Furthermore, during the use of the dispersion ink 
containing the water-insoluble coloring material and 
the resin in an ink Jet head, there is another problem 
that ink mist or the like adheres to an ink ejection 
port surface- When this state is left to stand for a 
long time, a thickened material of the ink adheres to 
the ejection port surface, whereby printing distortion 
or ejection defect occurs in some cases. 

SUMMARY OF THE INVENTION 

The present invention has been developed in 
consideration of the aforementioned background 
technique, and an object of the present invention is to 
provide an ink for ink jet which produces an image 
having a high image density, an excellent rub 
resistance, water resistance and marker resistance, is 
superior in intermittent ejection stability from a 
recording head during use in ink jet recording, and can 
inhibit printing distortion or ejection defect from 
being caused by a thickened material of the ink 
attached to an ejection port surface in an ink jet 
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head, 

Ano"tlier object: of l:he present invention is to 
provide an ink cartridge and a recording unit wt^ich can 
be -used In forming an image having a high image 
5 density, an excellent rub resistance, water resistance 
and marker resistance. 

Further object o£ the present Invention is to 
provide an ink jet recording apparatus which produces 
an ink jet recorded image having a high image density, 
10 an excellent rub resistance, water resistance and 
marker resistance. 

Still another object of the present invention is 
to provide an ink jet recording method which can form a 
high quality level ink jet image having an excellent 
15 rub resistance, water resistance and marker resistance 
on a recording material. 

According to one aspect o£ the present invention, 
there is provided an aqueous ink composition for ink 
jet comprising a colorant-containing resin fine 
20 particle^ a pigment fine particle and a polyhydric 

alcohol, said composition further comprising at least 
one o£ a compound represented by the following general 
formula (I) and a compound represented by the following 
general formula ( II ) : 



25 



o^^<: iooo 



General 



5 



General formula ( II ) 

o 




15 wherein "to Kg are independently each a Hydrogen 

a-fcom^ CH3 or CjH^, 

According "to ano-fcher aspec-t of "the preseni: 
inventrion, -fchere is provided an ink cartridge 
comprising an ink container containing, for example, 

20 the aforementioned aqueous ink composition* 

According to still another aspect of the present 
inveniton, there is provided a recording unit 
comprising an ink container containing, for example, an 
aqueous ink composition for ink jet; and an ink jet 

25 head for ejecting the ink, said aqueous ink composition 
for ink jet comprising a colorant-containing resin fine 
particle, a pigment fine particle, a polyhydric 
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alcohol, and at least one of a compounc3 represented 
tlie following general formula (I) and a compound 
represented by the following general formula ( II ) : 
General formula (I) 

O 



HN NH 



General formula (II) 
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wherein to Rg are independen"bly each a hydrogen 
atom, CH3 or C2HS- 

20 According to a further aspect of the present 

invention, there is provided an ink jet recording 
apparatus comprising an ink container containing^ for 
example, an aqueous ink composition for ink Jet; and an 
ink jet head for ejecting the ink, said aqueous ink 

25 composition for ink jet comprising a colorant- 
containing resin fine particle, a pigment fine 
particle, a polyhydric alcohol, and at least one of a 



compound represented by the following general formula 
(X) and a compound represented by the following general 
formula (II): 

General formula (I) 



wherein R^^ to are independently each a hydrogen 
atom, CH3 or C^Hg. 

According to a still further aspect of the present 
invention^ there is provided an ink Jet recording 
method comprising a step of applying an aqueous ink 
composition for ink Jet to a recording material by an 
ink jet process, said aqueous ink composition for ink 
Jet comprising a colorant-containing resin fine 
particle, a pigment fine particle^ a polyhydric 
alcohol, and at least one of a compound represented by 



o 
II 




General formula (II) 




-the following general formula (I) and a compound 
represented by the following general formula (II): 
General formula ( I ) 



wherein R^^ -fco Rg are independently each a hydrogen 
atom, CHj or C^Hg. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic perspective view showing a 
main part of one example of an ink jet printer on which 
a liquid ejection head can be mounted* 

Fig. 2 is a schematic perspective view showing one 
example of an ink jet cartridge provided with a liquid 
ejection head. 

Fig. 3 is a schematic perspective view showing a 
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main part: of one example of -tt^e liquid ejection head. 

Fig* 4 is a schema-tic view showing a part: of one 
example of -fche liquid ejec-tion head. 

Fig. 5 is an enlarged view of a pa^rt of an 
5 ejectrion port: shown in Fig- 4. 

Fig. 6 is a schematic view showing an ink adhesion 
state in t:he part of the ejection port shown in Fig, 5. 

Fig, 7 is a schematic view of a main part in Fig. 

4, 

10 Fig. 8 is a perspective sectional view along X-X 

of Fig. 7, and a schematic sectional view showing a 
liquid ejecting operation of the liquid ejection head 
with an elapse o£ time together with Figs- 9 to 15, 

Fig. 9 is a perspective sectional view along X-X 

15 of Fig. 7, and a schematic sectional view showing the 
liquid ejecting operation of the liquid ejection head 
with an elapse of time together with Figs, 8 and 10 to 
15. 

Fig* 10 Is a perspective sectional view along X-X 
20 of Fig, 7, and a schematic sectional view showing the 
liquid ejecting operation of the liquid ejection head 
with an elapse of time together with Figs. 8, 9^ 11 to 
15, 

Fig* 11 is a perspective sectional view along X-X 
25 of Fig. 7^ and a schematic sectional view showing the 
liquid ejecting operation of the liquid ejection head 
with an elapse of time together with Figs. 8 to 10 and 
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12 to 15- 

Fxg* 12 is a perspec-tive sec-tionaX view along X-X 
of Fig. 7, and a schematic sectional view showing the 
liquid ejecting operation of the liquid ejection head 
with an elapse of time together with Figs. 8 to 11 and 

13 to 15. 

Fig, 13 is a perspective sectional view along x-x 
of Fig. 7, and a schematic sectional view showing the 
liquid ejecting operation of the liquid ejection head 
with an elapse o£ time together with Figs, 8 to 12 and 
14, 15. 

Fig. 14 is a perspective sectional view along X-X 
of Fig. 7^ and a schematic sectional view showing the 
liquid ejecting operation of the liquid ejection head 
with an elapse of time together with Figs. 8 to 13 and 
15. 

Fig. 15 is a perspective sectional view along X-X 
of Fig* 1 r and a schematic sectional view showing the 
liquid ejecting operation o£ the liquid ejection head 
with an elapse of time together with Figs. 8 to 14, 

Fig, 16 is a schematic perspective view of an ink 
jet recording apparatus as one example of a liquid 
ejection apparatus to which the liquid ejection head of 
the present invention can he applied, 

DETAIIiED DESCRIPTION OF THE PREFERRED EMBODIMENTS 
The present invention will be described 



hereinaf t:ear in de-fcail ±n reference to preferred 
embodiments of the present invention* 

As a result of intensive studies for solving the 
aforementioned problems, the present inventors have 
found that when a compound represented by the above 
general formula ( I ) or a compound represented by the 
above general formula (II) and a polyhydric alcohol are 
included together in an ink for ink jet, a problem of 
intermittent ejection defect during ink jet recording, 
and another problem of the adhesion of a thickened 
material of the ink to an ejection port surface in an 
ink jet head can be solved without impairing image 
properties such as a high image density, an excellent 
rub resistance, water resistance and marker resistance, 
thereby achieving the present invention. Its reason 
may be considered as follows. 

In general, it is considered that the intermittent 
ejection defect in an ink jet head is caused by the 
increase in the ink's viscosity when the moisture is 
evaporated from the nozzle, and by film formation or 
solidification in an ink liquid surface on the nozzle 
tip end* On the contrary, since the ink of the present 
invention includes a compound represented by the 
general formula (X) or (II) and the polyhydric alcohol 
together, there can effectively be inhibited the 
increase in the ink's viscosity during the evaporation 
of the moisture from the nozzle and the film foi-mation 
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or -fche solidlfica-tion In the ink liquid surface on -the 
nozzle "tip end, which are considered to be the causes 
of the intermittent ejection defect^ so that an 
excellent intermittent ejection stability can be 
realized. 

Moreover, it has turned out that since in the ink 
of the present invention the compound represented by 
the general formula (I) or the compound represented by 
the general formula {II) and the polyhydric alcohol are 
all together contained, when the ink the moisture of 
which has been evaporated and which has lost its 
fluidity due to an increase in the viscosity (such an 
ink is hereinafter referred to as "thickened ink") is 
added with a fresh, non- thickened ink, the fluidity of 
tbe thickened ink easily recovers to its original 
state, that is, "the thickened ink" is easily dissolved 
again- It is therefore considered that the adhesion of 
the thickened ink to an ejection port surface in the 
ink jet head can be minimized, and as a result, the 
printing distortion and ejection defect can effectively 
be prevented from occurring* 

The ink o£ the present invention is characterized 
by comprising colorant- containing resin fine particles, 
a pigment, at least one of the compound represented by 
the general formula ( I ) and the compound represented by 
the general formula (II), and a polyhydric alcohol. 
The respective constituting materials will be described 



hereinaf-fcsr in order of the following (1) to (4): 

(1) the colorant-containing resin fine particles; 
C2) the pigment; 

( 3 ) the compound represented by the general 
formula (I) or the compound represented by the general 
formula ( II ) ; and 

(4) the polyhydric alcohol. 

(1) The colorant-containing resin fine particles: 
First, the colorant-containing resin will be 
described* Examples of the colorant-containing resin 
include a resin in which a colorant is enclosed in a 
resin micro-capsule^ and a resin emulsion in which a 
dye, a pigment or the like dissolved or dispersed in an 
oil solvent is dispersed in an aqueous medium. 
Particularly, a micro -encapsulated resin in which the 
colorant is confined may preferably be used. 

That is^ for example, when an oil dye, a pigment 
or another hydrophobic colorant is used as the 
colorant, the colorant and a hydrophobic portion of the 
resin easily interact with each other owing to micro- 
encapsulation. It is hence presumed that the 
hydrophobic portion of the resin tends to be scarcely 
oriented into a water system. As a result, it is also 
presumed that when the ink for ink jet comprising the 
colorant-containing resin is ejected from a ink Jet 
printer, the adhesion or deposition of the resin onto a 
nozzle forming surface subjected to a water repellent 
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trxea-tment of the ink Jet head is suppresse<3, and this 
con-fcributres to the fux*ther enhancement of the ejection 
stability of the ink over a long period* 

The resin in which the colorant is micro- 
encapsulated is a resin dispersion obtained by 
dissolving or dispersing the colorant in an oil solvent 
to prepare a solution, emulsifying/dispersing the 
solution in water and further performing the micro- 
encapsulation by means of a known appropriate method. 

As the colorant for use in this case, for e^cample, 
a water-insoluble colorant such as a pigment or an oil- 
soluble dye is preferably used^ That is, the water- 
insoluble colorant permits easily manufacturing the 
resin in which the colorant is micro-encapsulated. 
Concretely, as a black (Bk) pigment, for example, 
carbon black can be used. Here, this kind of carbon 
black is carbon black which is manufactured, for 
example, by a furnace method or a channel method, and 
preferably used is the carbon black having a primary 
particle diameter of 15 to 40 nm, a specific surface 
area by BET method of 50 to 300 m^/g, a DBF oil 
absorption of 40 to 150 ml/100 g, a volatile content of 
0-5 to 10% and a pH value of 2 to 9- 

Examples of commercially available carbon black 
products having such properties include No* 2300, No* 
900, MCF88, No* 33, No. 40, No. 45, No. 52, MA7, MAS 
and No* 2200B (they are manufactured by Mitsubishi 



- 15 



Chemical CorpO^ RAVEN1255 (manufactured by Coltimbia), 
REQAL400R, REGAL330R, REGAL660R and MOGUL L C they are 
manufac-tured by Cabot), and Color Black FW-1, Color 
Black FW18, Color Black S170, Color Black SI 50, Printex 
5 35 and Printex U (tbey are manufactured by Degussa). 

Moreover, the following dyes can preferably be 
used as the oil-soluble dye, 

C* !• solvent yellow 1, 2, 3, 13, 19, 22, 29, 36, 
37, 38, 39, 40, 43, 44, 45, 47, 62, 63, 71, 76, 81, 85, 
10 8^6, and the like 

C. I- solvent red 8, 27, 35, 36, 37, 38, 39, 40, 
58, 60, 65, 69, 81, 86, 89, 91, 92, 97, 99, lOO, 109, 
118, 119, 122, and the like 

C. X, solvent blue 14, 24, 26, 34, 37, 38, 39, 42, 
15 43, 45, 48, 52, 53, 55, 59, 67, and the like 

C, I- solvent black 3, 5, 7, 8, 14, 17, 19, 20, 
22, 24, 26, 27, 28, 29, 43, 45, and the like 

Moreover, conventionally known various water- 
soluble dyes can also be used in which the counter ion 
20 (usually, sodiiim, potassi\im or ammonium ion) is 
replaced with an organic amine or the like* 

For the various colorants as mentioned above in 
order to adjust or supplement a tone o£ a pigment 
described later, the colorant having the tone similar 
25 to that of the pigment is preferably selected* Such & 
selection enables the further improvement of the 
density of a recorded image- For example, when the 
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cartoon black is used as the pigm&nt as described later, 
i-fc is preferable t:o simiXarly use t:he carbon black as 
the colorant: to be contained in the resin. Moreover, 
as the colorant contained in resin, two or more types 
of coloring materials selected from the aforementioned 
materials may be utilized ♦ In this case, the 
respective colorants may separately be contained in the 
resins, or may be contained in the common re^in to 
prepare the colorant-containg resin. 

Next, a method of preparing the colorant- 
containing resin in which the colorant is micro- 
encapsulated as described above will be described- 

First, the colorant is dissolved or dispersed in 
an oil solvent, and the oil solvent is then 
emulsified/dispersed in water* As a method of 
emulsifying/dispersing, in water, the oil solvent in 
which the colorant is dissolved or dispersed, there are 
a dispersing method using ultrasonic waves . and a method 
using any of various dispersing devices and agitators* 
In this case, as occasion demands, any of emulsifying 
and dispersing auxiliaries such as various emulsifiers, 
dispersants and protective colloids can also be used. 
As these emulsifying and dispersing auxiliaries, there 
can be used polymeric materials such as PVA, PVP and 
gum arable, an anionic surface active agent, a non- 
ionic surface active agent, and the like* 

Examples of the micro-encapsulation method of the 
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em-ulsion include a metliod of dissolving the colorant 
and the resin in a watrer-insoliihle organic solvent ( an 
oil solvent) and subsequently converting the resultant 
phase into an aqueous system to perform emulsif ication 
5 due to the phase conversion; an interfacial 

polymerization method of causing a polymerization 
reaction in an interface between an organic phase and 
an aqueous phase to perform micro-encapsulation; a so- 
called in-situ polymerization method of dissolving or 
10 disposing a wall forming material only in the organic 
phase to form micro-capsules; and a core salvation 
Si method of changing a pH, a temperature, a density and 

Si the like of an aqueous polymer solution to separate a 

yj concentrated polymer phase, and forming micro-capsules . 

15 After the formation of the micro-capsules, a process of 
removing the oil solvent is added* An average particle 
'IJ diameter of the colorant- containing resin obtained as 

O described above is preferably in a range of 0.01 to 2.0 

pun, more preferably 0.05 to 1 pm* 
20 As the resin, a copolymer of a hydrophilic monomer 

having a hydrophilic group and a hydrophobic monomer 
having a hydrophobic group and a salt of the copolymer 
are exemplified. As the monomer having an anionic 
hydrophilic group, a sulfonic acid-based monomer and a 
25 carboxylic acid-based monomer are usually exemplified. 
Examples of the sulfonic acid-based monomer include 
styrenesulf onic acid and a salt thereof as well as 
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vinylsulfonlc acid ana a salt thereof. Examples of -fche 
carboxylxc acid-based monomer include an a, p-ethylenic 
unsaturated carboxylic acid, an p-etrhylenic 
unsaturated carboxylic acid derivative, acrylic acid, 
an acirylic acid derivative, methacrylic acid, a 
metbacrylic acid derivative, maleic acid, a maleic acid 
derivative, itaconic acid, an itaconic acid derivative, 
pbtbalic acid and a phthalic acid derivative - 

Examples of tbe hydrophobic monomer include 
styrene, a styrene derivative, vinyl toluene, a 
vinyltoluene derivative, vinylnaphthalene, a 
vinylnaphthalene derivative, butadiene, a butadiene 
derivative, isoprene, an isoprene derivative, ethylene, 
an ethylene deirivative, propylene, a propylene 
derivative, an alJcyl ester of acrylic acid, and an 
alkyl ester of methacrylic acid. 

Moreover, examples of the salt of the copolymer of 
the hydrophilic monomer and the hydrophobic monomer 
include onium salts such as an alkaline metal salt, an 
ammonium salt, an organic ammonium salt, a phosphonium 
salt, a sulfonium salt, an oxonium salt, a stibonium 
salt, a stannonium salt and an iodoniura salt, but are 
not limited thereto. Furthermore, a polyoxyethylene 
group, a hydroxyl group or the like may be introduced 
into the copolymer or the salt thereof • Furthermore, 
the copolymer or the salt thereof may appropriately be 
copolymerized with any of acrylamide, an acrylamide 
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derivative, dimethyXaminoethyl me-thacrylate, 
e'thoxye-tliyl methacrylate, but:oxyei;hyi me*th.acrylat:e, 
ethoxyt:r ietrhylene metiiacryla-te , inet:hoxypolyei:fiylene 
glycol me-thacryla-te, vinyl pyrrolidone, viny Ipyridine, 
vinyl alcohol and alkyl ether. 
(2) The pigment 

As the pigment, conventionally known pigments such 
as carbon black and an organic pigment can be used* 
Moreover, when a Bk ink is prepared, a self -dispersible 
carbon black is preferably used in which at least one 
hydrophilic group is bonded to the surface of carbon 
black directly or via another atomic group. That is^ 
when the s^lf-dispersible carbon blacrk is used, no 
disp&rsant for dispersing the pigment in the ink is 
added, or its addition amount can remarkably be 
reduced. As the dispersant, a conventionally known 
water-soluble polymer or the like is usually used^ but 
such a polymer is sometimes deposited on the ink 
ejection surface of the ink jet recording head to 
deteriorate the ink ejection stability- However, when 
the self -dispersible carbon black is used as the 
pigment^ a content of such a polymer in the inlc may be 
zero, or it can be remarkably reduced- As a result, 
the ejection stability during ink jet recording can 
further be improved* 

Next, the self-dispersible carbon black suitable 
for the ink of the present invention will be described 
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In det:ail- The sel£-d±spersible carbon black: is 
preferably ionic ♦ For example, -th-e anionically charged 
carbon black can sui-tably be used* An example of t:he 
anionically charged carbon black is a carbon black -to 
whose surface "the following hydrophilic group is 
bonded : 

-COO(M2), -S03(M2), -P03H(M2) and -P03(M2)2 

(wherein^ M2 represents a hydrogen atom, an alkali 
metal, ammonium or an organic ammonixxm. ) 

Above all, the anionically charged carbon black to 
whose surface -C00(M2) or -S03(M2) is bonded has 
excellent self-dispersible properties, and therefore 
this kind o£ carbon black is particularly suitably used 
in the present invention. 

In this regard, typical examples of the alkali 
metal among the substituents represented by "M2" in the 
hydrophilic group include Li, Na^ Rb and Cs, and 

typical examples of the organic aimnonium include methyl 
ammonium, dimethyl ammonium, trimethyl ammonium, ethyl 
ammonium, diethyl airanonium, triethyl ammonium, 
monohydroxy methylamine^ dihydroxy methyl amine, 
trihydroxy methylamine, ethanol ammonium, diethanol 
ammonium and triethanol ammonium. 

An example of a method of manufacturing the 
anionically charged self-dispersible carbon black is a 
method of oxidizing the carbon black with sodium 
hypochlorite, and according to this method, a -COONa 
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15 



group can chemically be bonded -bo the suirface ot the 
carbon black. 

(3) The compound (1) represented by the following 
general formula (I) or the compound (11) represented by 
the following general formula (II): 

General formula (I) 



HN 



II 




General formula (II) 



O 
II 




20 wherein to Rg are independently each a hydrogen 

atom, CH3 or C^Hj. 

Typical examples of the compound represented by 
the general formula (I) include ethylene urea ( 2- 
imidazolidinone), dimethyl imidazolidinone and diethyl 

25 imidazolidinone, A typical example of the compound 
represented by the general formula (II) is propylene 
urea. The compounds (I) and (II) may be used alone or 



in a combination thereof. The ink preferably contains 
at least one of the compounds (I) and (ll) in an amount 
o£ 5 to 15 wt% based on tHe total weight of the ink. 

(4) The polyhydric alcohol 

Examples of the polyhydric alcohol include diols, 
triols and glycols- Particularly preferable are 
propylene glycol , 1 , 5-pentanediol , 1,2, 6-hexanetriol 
and hexylene glycol. At least one of them is used. 

In the ink according to another embodiment of the 
present invention, the colorant-containing resin fine 
particles and the pigment fine particles are included^ 
and in this case, the colorant-containing resin fine 
particles have the cationic hydrophilic group, and the 
pigment fine particles have the cationic hydrophilic 
group or they are dispersed with a dispersant having 
the cationic hydrophilic group. These constituting 
materials will be described hereinafter. 

(5) The colorant-containing resin fine particles 
having the cationic hydrophilic group 

In the ink of this embodiment, the colorant- 
containing resin fine particles having the cationic 
hydrophilic group are used. First, examples of the 
colorant-containing resin fine particles include a 
resin containing the encapsulated colorant; and an 
aqueous dispersion of a resin having the cationic group 
which contains an emulsified colorant obtained by 
dispersing or dissolving the dye or the pigment in the 



oil solvent. Particularly, the resin including the 
encapsulated colorant is preferable • The resin 
including the encapsulated colorant is a resin 
dispersion obtained by dissolving or dispersing the 
colorant in the oil solvent, emulsifying and dispersing 
it in water, and further encapsulating it by a known 
appropriate method* In this case, the colorant 
described in the above paragraph (1) can be used. 

In order to obtain the colorant-containing resin 
fine particles having the cat ionic hydrophilic group, 
the monomer having the following cationic group may be 
used to synthesize the polymer and its salt. Examples 
of the monomer having the cationic group include N,N- 
dimethylaminoethyl methacrylate [CH^-CCCHj ) -COO- 
^2^4^(^^^)2^ r N,N-dimethylaminoethyl acrylate [CH^^CH- 
COO-CjH^NC CH3)2 3 , N,N-dimethylaminopropyl methacrylate 
CCH2=C(CH3)-C00-C3HfiN(CH3)2] , N, N- dimethyl aminopropyl 
acrylate iCH^-^GH-COO^C^n^NiCH^)^] , N, N- dime thy 1 aery 1 amide 
[CH2=CH-CON( CH3 , N, N-dimethylmethacrylamide 
CCH2=C( CH3 ) -coN( CH3 , N, N-dimethylaminoethylacrylamide 
[CHj^CH-CONHC^H^NC CHg j^] , N, 

dimethylaminoethylmethacrylamide [CH2=C( CH3 ) - 
CONHC^H^NC CH3 , N, N-dimethylaminopropylacrylamide 
[CH2=CH-CONH-C3HsN(CH3)2] and N,N- 

dimethylaminopropylmethaorylamide [CH2=C ( CH3 ) -CONH- 

Moreover, as the compound for forming the salt, in 
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case of a tertriary amine, tiiere is used hydrochloric 
acid, sulfuric acid, acetic acid or the like- As -the 
compound for forming the salt of a quaternary amine, 
there is used methyl chloride, dimethylsulfuric acid, 
S benzyl chloride, epichlorohydrin or the like- 
(6) (i) the pigment having the cationic 
hydrophilic group, and (ii) the pigment dispersion in 
which the pigment fine particles are dispersed with the 
dispersant having the cationic hydrophilic group 
10 (i) The pigment having the cationic hydrophilic 

group 

As the pigment for use in the ink of the present 
invention, a conventinally known carbon black and an 
organic pigment can be used without any problem, 

15 Particularly preferably, a self-dispersible carbon 
black is used in which at least one cationic 
hydrophilic group is bonded to the surface of carbon 
black directly or via another atomic group. As a 
cationically charged carbon black, for example, there 

20 is a carbon black to whose surface at least one 

selected from the following cationic groups is bonded. 

- S OgNUg ^ 

-SOgNHgCOR^ 
~ NHg , 
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15 



20 



=N — CH3 , 





COCHj— SccHjJa 




In the above formulae, R represents a straight- 
chain or a branched alkyl group having 1 to 12 carbon 
atoms ^ a substituted or an unsubstituted phenyl group, 
or a substituted or an unsubstituted naphthyl group. 

In this regard, the cationic hydrophilic group may 
^^=^^^"tly be bonded to the surface of the carbon blacky 
25 or may indirectly be bonded to the surface of the 
carbon black by interposing another atomic group 
between the surface of the carbon black and the 
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l\ydx:opb±lic group. Typical examples of t:Ke a-tomic 
group include a stiraight:- chain or a branched alkylene 
group having 1 to 12 carbon atoms, a substritiuted or an 
unsubstituted phenylene group, and a subs1:it:ut:ad or an 
unsubstitnited naphthylene group ♦ Here, as the 
substituent of the phenylene group or the naphthylene 
group, for example, there is a straight- chain or a 
branched alkyl group having 1 to 6 carbon atoms* 
Moreover, typical examples of a combination of the 
other atomic group and the hydrophilic group include - 
C^H^-COOM, -Ph-SO^M and -Ph-COOM (wherein M represents a 
hydrogen atom, an alkali metal, ammonium or an organic 
ammonium, and Ph represents a phenylene group). 

Moreover, two or more carbon blacks may 
appropriately be selected from the aforementioned self- 
dispersible carbon blacks and then used as ink coloring 
materials. Furthermore, an amount of the self- 
dispersible carbon black to be added in the ink is 
preferably in a range of 0.1 to 15 % by weight, more 
preferably in a range of 1 to 10 % by weight with 
respect to the total weight of the ink. In this range, 
the self-dispersible carbon black can maintain a 
sufficient dispersion state in the ink* 

(ii) The pigment dispersion in which the pigment 
fine particles are dispersed with the dispersant having 
the cationic hydrophilic group 

In the ink of the present embodiment, there may be 
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used not only -the aforementioned pigment having the 
cationic hydrophilic group but also a pigment 
dispersion in which a ^pigment such as the above- 
mentioned known carbon black is dispersed with the 
dispersant having the cationic group* Examples o£ the 
pigment dispersant having the cationic hydrophilic 
group will be described hereinafter, but the cationic 
dispersants usable in the present invention are not 
limited to these examples. 

The examples of the cationic dispersant includa a 
cationic polymer dispersant which is obtained by 
polymeriziation o£ a vinyl monomer and which uses 
cationic monomer as a monomer constituting at least a 
part of the obtained polymer, and an amine salt type or 
a g-uaternary ammonium salt type cationic surface active 
agent • 

Examples of the cationic monomer for use herein 
include N, N-dimethylarainoethyl methacrylate [CH2=C(CH3)- 
COO-C2H4N(CH3)2] , N,N-dimethylaminoethyl acrylate 
[CHjsCH-COO-CjH^Nt ^3)2] , N, N- dimethyl aminopropyl 
methacrylate [CH2=c{ CH3 )-C00-C3H6N(cH3 , N,N- 
dimethylaminopropyl acrylate [CHj^CH-COO-CjHsNCCH^)^] , 
N,N- dimethyl aery 1 amide [CHj=CH-CON( CH3 ; N,N- 
dimethylmethacrylamide [CH2=C( CH3 ) -CON( CH<^ , N, N- 
dimethylaminoethylacrylamide CCH2S^CH-CONHC2H4N(CH3)2] , 
N, N-dimethylaminoethylmethacrylamide CCH^^CC CH^ ) - 
CONHCjH^NC CH3 r N-dimethylaminopropylacrylamide 
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[CH^^CH-CONH-CgHgNCCHOa] an^ N,N- 

aimethylaininopropylmet:hacrylamx<ia [CH^^CC CH^ ) -CONH- 
CsHsNCCHa)^] • 

In -the case of a -tertiary amine, as a compounot for 
5 forming -the salt:, there is used hydrochloric acid, 

sulfuric acid or acetic acid. As a compound for the 
formation of a quaternary amine, there is used methyl 
chloride, dimethylsulfuric acid, benzyl chloride or 
epichlorohydrin- Among these compounds, methyl 

10 chloride and dimethylsulfuric acid are preferable in 
preparing the pigment dispersant for use in a second 
aspect of the present invention- The tertiary amine 
salt or the ammonium compound acts as a cation in 
water, and under the conditions of neutralization, its 

15 acidic state is in a stable dissolution range. A 

content of these monomers in the polymer is preferably 
in a range of 20 to 60 % by weight. 

Examples of other monomers for use in constituting 
the cationic polymer dispersant include 2-hydroxyethyl 

20 methacrylate, an acrylic ester having a hydroxyi group 
such as an acrylic ester having a long ethylene oxide 
chain as a side chain ^ and hydrophobic monomers such as 
styrene-based monomers. Moreover, examples of the 
water-soluble monomer soluble in water in the vicinity 

25 of pH 7 include acrylamides, vinyl ethers, vinyl 

pyrrolidones, vinylpyri dines and vinyl oxazolines- 

Moreover, as the hydrophobic monomer, there are 
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used hydrophobic monomers such as sirjarene, s-tyrene 
deriva-tives , vlnylnaphthalene, vinylnaphthalene 
derivatiives , alkyl esrters of (meth) acrylic acid and 
acrylonitrile. In the polymer dispersant obtained by 
the copolymerization, th^ water-soluble monomer is used 
in a range of 15 to 35 % by weight in order to allow 
the copolymer to steadily exist in an aqueous solution^ 
and the hydrophobic monomer is preferably used in a 
range of 20 to 40 % by weight in ordar to enhance a 
dispersion effect to the copolymer pigment. 

When the cationic water-soluble polymer is used as 
the dispersant to disperse the pigment, a pigment whose 
isoelectric point is adjusted to 6 or more is 
preferable from the viewpoint of physical properties. 
Moreover, a pigment having a neutral or a basic pH of a 
simple water dispersion which characterizes the 
pigment, for example, a pigment having a pH of 7 to 10 
is preferable from the viewpoint of dispersion 
properties- This is understood to be due to the fact 
that an ionic interacting force of the pigment and the 
cationic water-soluble polymer is strong- in order to 
obtain the aqueous dispersion of the pigment fine 
particles by the use of the aforementioned materials, 
for example, the carbon black is subjected to a 
premising treatment in a cationic dispersant solution, 
milled by a dispersing device having a high shear rate, 
diluted, and then subjected to a centrifugal separating 
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treatment to remove coarse particles* Subsequently, 
materials for a desired ink prescription are added, and 
an aging treatment is then carried out as occasion 
demands. Thereafter, the aqueous dispersion of the 
carbon black can be obtained by performing the 
centrifugal separating treatment to finally obtain the 
pigment dispersion having a desired average particle 
diameter. The pH of the aqueous dispersion of the ink 
prepared in this manner is preferably in a range of 3 
to 7, 

The physical properties of the ink of the present 
invention formed of the aforementioned constituting 
materials can appropriately be controlled, but a 
viscosity of the ink is preferably 10 cps or less, and 
a surface tension of the ink is preferably in a range 
of 30 to 50 mN/m (dyne/cm) in order to obtain a stable 
ej ection. 

Next, other concrete examples of a recording 
apparatus and a recording head preferably usable in the 
present invention will be described. Fig. 1 is a 
schematic perspective view showing a main part of a 
liquid ejection head of an ejection system for 
connecting a bubble to the atmosphere during ejection 
according to the present invention and showing one 
example of an ink jet printer as a liquid ejection 
apparatus using the head. 

In Fig, 1, the ink jet printer includes: a 
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conveyor X030 for In-termi-t-tently conveying a stieet: 1028 
as a recording material in a direction shown by an 
arrow P in Fig. 9, "the conveyor being disposred along a 
logitudinal direction in a casing 1008; a recorder lOlO 
5 reciprocating substantially parallel to a direction S 
crossing at right angles to the conveying direction P 
of the sheet 1028 by the conveyor 1030; and a movement 
actuator 1006 as driving means for reciprocating the 
recorder 1010. 

10 The movement actuator 1006 includes: a belt 1016 

wound arotind pulleys 1026a and 1026b disposed on 
rotation shafts disposed opposite to each other at a 
predetermined interval; and a motor 1018 for driving 
the belt 1016 disposed substantially parallel to roller 

15 units 1022a and 1022b and connected to a carriage 
member lOlOa of the recorder 1010 in forward and 
backward directions. 

When the motor 1018 is operated and the belt 1016 
is rotated in a direction of an arrow R in Fig* 1, the 

20 carriage member 1010a of the recorder 1010 is moved by 
a predetermined movement amount in the direction of the 
arrow S in Fig. 1. Moreover, when the motor 1018 is 
operated and the belt 1016 rotates in a direction 
opposite to the direction of arrow R in Fig. 1^ the 

25 carriage member lOiOa of the recorder 1010 is moved by 
the predetermined movement amount in a direction 
opposite to the direction of arrow S in Fig, 1- 
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Fur-thermore, a recovery unit 1026 for performing an 
ejectrion recoveiry treatment of the recorder lOlO is 
disposed opposite to an ink ejection port array of the 
recorder 1010 at a home position of the carriage member 
lOlOa on one end of the movement actuator 1006. 

In the recorder 1010^ ink jet cartridges 
(hereinafter referred to simply as cartridges) 1012Y, 
1012M, 1012C and 1012B are detachably attached to the 
carriage member lOlOa for respective colors of yellow^ 
magenta, cyan and black. 

Fig* 2 shows one example of the ink jet cartridge 
which can be mounted on the ink jet recording 
apparatus. A cartridge 1012 in the present example is 
of a serial type, and its main part is constituted of 
an ink jet recording head 100 and a liquid tank lOOl 
for containing ink and another liquid. 

In the ink Jet recording head 100 a multiplicity 
of ejection ports 832 for ejecting the liquid are 
formed, and the liquids such as the ink are guided to a 
common liquid chamber (see Fig* 3 ) of the ink jet 
recording head 100 from the liquid tank lOOl via a 
liquid feed passage (not shown)* In the cartridge 
1012, the ink jet recording head 100 is integrally 
formed with the liquid tank 1001, and the liquid tank 
1001 can be replenished with the liquid as occasion 
demands, but the liquid tank lOOl may be replaceably 
connected to the ink jet recording head 100. 
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THe concretre example of the liquid eject:ion head 
which can be mountied on the ink je1: printer congti-fcu-ted 
as described above will be described hereinafter in 
more detail. 

Fig. 3 is a schematic perspective view showing a 
main part of the liquid ejection head according to a 
basic embodiment of the present invention, and Figs* 4 
to 7 are front views showing an ejection port shape of 
the liquid ejection head shown in Fig, 3. In this 
regard, an electric wiring, and the like for driving an 
electrothermal conversion memfoex is omitted. 

As the liquid ejection head of the present 
eatample, for example, a substrate 934 formed of glass, 
ceramic, plastic or metal is used as shown in Fig, 3* 
The substrate material is not intrinsic in the present 
invention, and is not particularly limited as long as 
the material functions as a part of a channel 
constituting member and can function as a support for 
an ink ejection energy generating element and a 
material layer for forming a liquid channel and 
ejection port which will be described later, in the 
present example, therefore^ the use of an Si substrate 
(wafer) will be described- The ejection port may be 
formed by a method using laser light, or may be formed 
by using an orifice plate (ejection port plate) 935 of, 
for example, photosensitive resin as described later 
with exposure devices such as a mirror projection 



aligner ( MPA ) . 

In Fig* 3, t:he subs-fcrate 934 is provided with an 
elec-trothennal conversion member (hereinafter referred 
to also as a heater) 931 and an ink feed port 933 of a 
long groove shaped through port as the common liquid 
chamber, and one row of heaters 931 as heat; energy 
generating means is disposed on each side o£ the 
longitudinal direction of the ink feed port 933 in such 
a manner that the electrothermal conversion members are 
arranged in a zigzag manner at an interval, for 
example, of 300 dpi. An ink channel wall 936 is 
disposed on the substrate 934 to form an ink channel. 
The ink channel wall 936 is further provided with the 
ejection port plate 935 provided with ejection ports 
832. 

In Fig ♦ 3 the ink channel wall 936 and ejection 
port plate 935 are shown as separate members^ but the 
ink channel wall 936 and ejection port plate 935 can 
simultaneously be formed as the same member by forming 
the ink channel wall 936 on the substrate 934, for 
example, by a spin coat technique. In the present 
example^ an ejection port surface (top surface) 935a is 
further subjected to a water repellent treatment - 

In the present example, the serial type head for 
scanning in the direction of arrow S of Fig. 1 to 
perform recording is used, so that the recording is 
performed, for example, at 1200 dpi- A drive frequency 
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is 10 kHz, and one ejec1:ion port performs ejection 
every shor-fces-fc time interval of 100 \i3. 

Moreover, as one example of actual head size, for 
example, as shown in Fig. 4, a partition wall 936a for 
5 hydrostatically partitioning adjacent noszlea has a 

width o£ w = 14 pm- As shown in Fig, 7, for a bubbling 
chamber 1337 formed by the ink channel wall 936, 
(width of the bubbling chamber) = 33 pm, (length of 
the bubbling chamber) - 35 pm. A size of heater 931 is 

10 30 pm X 30 pro, heater resistivity is 53 and drive 

voltage is 10.3 V. Moreover, the ink channel wall 936 
and partition wall 936a have a height of 12 pm, and an 
ejection port plate thickness of 11 pm can be used- 
For a cross section of an ejection port portion 

15 940 disposed in the ejection port plate including the 

ejection port 832, the cross section cut in a direction 
intersecting an ink ejection direction (thickness 
direction of the orifice plate 935) substantially has a 
star shape, and as shown in Fig, 5, the shape is 

20 substantially constituted of six rise or projected 

portions 832a having a obtuse angle, and six fall or 
recessed portions 832b disposed alternately with the 
rise portion 832a and having an acute angle- 
Specifically, six grooves are formed in the orifice 

25 plate thickness direction (liquid ejection direction) 

shown in Fig, 3, in which grooves the fall portion 832b 
locally distant from the center O of the ejection port 
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Is set as the top thereof and the rise portion 832a 
locally close to the center O of the ejection port is 
set as a base (for the position of the groove, see 
1141a in Fig. 8)- 
5 In the present example, for the ejection port 

portion 940, for example, the cross section cut along 
the direction intersecting the thickness direction has 
a shape of two equilateral triangles with one side of 
27 pm which are rotated by 60 degrees and combined, and 

10 a size shown in Fig* 5 is 8 jim. Angles of the rise 
portions S32a are all 120 degrees, and the angles of 
the fall portions 832b are all 50 degrees. 

Therefore^ the ejection port center O agrees with 
a gravity center G of a polygon formed by connecting 

15 adjacent groove center portions to each other (center 
{ gravity center ) of a diagram formed by connecting the 
groove top and two bases adjacent to the top). An 
opening area o£ the ejection port 832 of the present 
example is 400 yittx^r end the opening area (area of the 

20 diagram formed by connecting the groove top to two 

bases adjacent to the top) of one groove is about 33 

Fig* 5 is a schematic view showing an ink adhesion 
state of the ejection port portion shown in Fig* 5- 
2S A liquid ejecting operation by the ink jet 

recording head constituted as described above will neatt 
be described with reference to Figs. 8 to 15- 
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Figs- 8 to X5 are sectional views showing tlie 
liquid ejecting operation of the liquid ejection head 
shown in Figs, 3 to 7, and are sectional views along 
line X-X of the bubbling chamber 1337 shown in Fig. 7, 
5 An end of the ejection port portion 940 in the 

thickness-wise direction of the orifice plate in the 
cross section constitutes the top 1141a of a groove 
1141- 

Fig- 8 shows a state that a film-like bubble is 

10 generated on the heater. Fig. 9 shows a state about 1 
ps after the state in Fig. 8, Fig^ 10 shows a state 
about 2 ps after Fig, 8, Fig. 11 shows a state about 3 
ps after Fig. 8, Fig. 12 shows a state about 4 ps after 
Fig. 8, Fig- 13 shows a state about 5 ps after Fig. 8^ 

15 Fig- 14 shows a state about 6 ps after Fig. 8, and Fig. 
15 shows a state about 7 ps after Fig. 8. In the 
following description, "fall'\ "drop", or "sink" does 
not mean falling in a gravitation direction, but means 
movement in a direction of the electrothermal 

20 conversion member regardless of the installing 
direction of a head. 

First, as shown in Fig. 8, when a bubble 101 is 
generated in a liquid channel 1338 on the heater 931 
with energization of the heater 931 based on a 

25 recording signal, and the like, the bubble rapidly 

expands its volume and grows for about 2 ps as shown in 
Figs* 9 and 10., The height of the bubble 101 in its 
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maximiim volxoine is higher than that of the ejection port 
surface 935a, but in this case, the pressure of the 
bubble decreases to from several fractions to ten and 
odds of fractions of the atmospheric pressure. 
5 Subsequently, the volume of the bubble 101 turns 

from the maKimum volume to a decreased volume about 2 
]is after the generation of the bubble 101 as described 
above; but substantially simultaneously a meniscus 102 
starts to be formed. As sKown in Fxg» 11, the meniscus 

10 102 moves backward, that is, falls to the side of the 
heater 931 as shown in Fig. 11* 

Here, in ttie present example, a plurality of 
grooves 1141 are dispersed in the ejection port 
portion. When the meniscus 102 moves backward, a 

15 capillary force acts in a direction opposite to a 

meniscus backward direction F„ in a part of t^le groove 
1141. As a result, even if a slight dispersion is 
recognized on the state of the bubble 101 for some 
cause, a shape of meniscus or main ink droplet 

20 (hereinafter referred to as liquid or ink in some 

cases) la during retreat of meniscus is corrected in 
such a manner that the shape is substantially 
symmetrical with respect to the ejection port center. 
In the present example, since fall speed of the 

25 meniscus 102 is faster than shrinkage speed of the 
bubble 101, as shown in Fig. 12, the bubble 101 
communicates with the atmosphere in the vicinity of the 



lower- surface of the ejec-txon port: 832 about: 4 )xs aft:er 
the bubble generation as shown in Fig. 12, In this 
case, the liquid (ink) in the vicinity of a center axis 
of -the ejection port 832 sinks toward the heater 931, 
This is because the liquid (ink) la drawn back toward 
the heater 931 by a negative pressure of the bubble 101 
before communicating with the atmosphere holds its 
speed in a surface direction of heater 931 by inertia 
even after the communication of the bizbble 101 with the 
atmosphere * 

The liquid (ink) having sunk toward the heater 931 
reaches the surface of the heater 931 about 5 \is, aft:er 
the generation of the bubble lOl as shown in Fig. 13, 
and spreads to cover the surface of the heater 931 as 
shown in Fig. 14. The liquid having spread to cover 
the surface of the heater 931 as described above has a 
vec-tor in a horizontal direction along the surface of 
■the heater 931, but a vector intersecting t:he surface 
of "the heater 931, for example, in a vertical direction 
disappears and the liquid tries to stay on the surface 
of the heater 931. An upside liquid, that is, a liquid 
keeping a speed vector in the ejection direction is 
pulled in a downward direction. 

Thereafter, a liquid portion lb betrween the liquid 
spread on the surface of the heater 931 and the upside 
liquid (main liquid droplet) gradually becomes thin, 
t:he liquid portion lb is cut in the middle of the 
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surface of -the hea-ter 931 about: 7 ps after the 
generation. o£ the bubble- 101 as shown in Fig. 15, and 
the portion is separat^(3 into the main liquid droplet 
keeping the speed vector in the ejection direction and 
5 a liquid Ic spread on the surface of the heater 931, 

As described above^ a separation position is preferably 
inside the liquid channel 1338^ more preferably on the 
side of the electrothermal conversion member 931 rather 
than on the side of the ejection port 832. 

10 The main liquid droplet la has no deviation in the 

ejection direction, is ejec1:ed from the middle portion 
of the ejection port 832 without ejection torsion, and 
reaches a predetermined position in a recording 
material surface ♦ Moreover^ the liquid Ic spread on 

15 . the surface of the heater 931 has heretofore flied as a 
satellite droplet to follow the main liquid droplet, 
but the liquid stays on the surface of the heater 931 
and fails to be ejected. 

Since the satellite droplet can be inhibited from 

20 being ejected in this manner, a splash due to the 

ejection of the satellite droplet can be prevented from 
occuring, and the recording surface of the recording 
material can securely be prevented from becoming dirty 
owing to floating mist. In this regard, in Figs. 12 to 

25 15, Id denotes an ink (ink in the groove) adhering to 
the groove portion, and le denotes an ink remaining in 
the liquid channel. 
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As descrilDed above, in the liQ-uid ejection head of 
the present example, when the liquid is ejected at a 
volume decrease stage after the bubble grows to its 
maximum volume, the ejection direction of the main 
5 liquid droplet during ejection can be stabilized by a 
plurality of grooves dispersed with respect to the 
center of the ejection port. As a result, the liquid 
ejection head without torsion in the ejection direction 
and with a high range precision can be provided . 

10 Moreover, since ejection can s-teadily be performed even 
with bubbling dispersion at a high drive frequency, 
high-speed high-minuteness printing can be realized. 

Particularly, the bubble fails to communicate with 
the atmosphere until the stage at which the bubble 

15 volume decreases, and the liquid is then ejected* 
Thereby, the mist generated when the bubble 
communicates with the atmosphere and the liquid droplet 
is ejected can be prevented. Therefore, the adhesion 
of 1:he liquid droplet to the ejection port surface, 

20 which causes so-called sudden non-ejection^ can be 
inhibited. 

Moreover, as another embodiment of the recording 
head of the ejection system of connecting the bubble to 
the atmosphere during ejection, which can preferably be 
25 used in the present invention, for example, Japanese 
Pa-tent No* 2783647 discloses a so-called edge shooter 
type. 
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According to the present invention, for an xrJc jet 
recording system, superior effects are l;>rought 
particularly on a recording head or a recording 
apparatus of an ink jet system in which heat energy is 
5 utilized to form a flying liquid droplet^ and recording 

is perf omned - 

For the typical constitution and principle of the 
ink jet recording, a basic principle disclosed, for 
example, in U.S. Patent Nos- 4,723,129 and 4,740,796 is 

10 preferably used. The system can be applied to either 
one of an on-demand type and a continuous type* The 
system is effective particularly for the on-demand type 
because this type comprises: applying, to the 
electrothermal conversion member disposed opposite to a 

15 sheet with the liquid (ink) held thereon or a liquid 
path, at least one drive signal corresponding to 
recording information and giving a rapid temperature 
rise to exceed nucleus boiling; generating heat energy 
in the electrothermal conversion member; and causing 

20 film boiling on the heat acting surface of the 

recording head, so that the bubble in tne liquid (ink) 
having one-to-one correspondence to the drive signal 
can be formed as a result* The liquid (ink) is ejected 
via an ejecting opening by the bubble growth and 

25 shrinkage, and at least one droplet is formed. When 
the drive signal is provided with a pulse shape, the 
bubble growth/ shrinkage is instantly and appropriately 
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performed, and particularly trhe ejection of the liquid 
(ink) superior in response can prefer al:>ly be achieved - 

As the pulse-shaped drive signal, the signals 
disclosed in U.S, Patent Nos, 4,463,359 and 4,345,262 
are preferable • When the conditions disclosed in U.S. 
Patent No. 4,313,124 of the invention regarding a 
temperature rise ratio of the heat acting surface are 
employed, further superior recording can be performed. 

As to the constitution of the recording head, the 
present invention includes, in addition to a 
combination constitution (linear liquid channel or 
right-angled liquid channel) of the ejection port, 
channel, and electrothermal conversion member as 
disclosed in the aforementioned specifications, the 
constitution as disclosed in U.S, Patent Nos. 4,558,333 
and 4,459,600, which disclose that a heat acting 
portion is disposed in a bent area. 

Additionally, the present invention is also 
effective for the constitution based on Japanese Patent 
Application Laid-Open No. 59-123670 which discloses 
that a slot common with respect to a plurality of 
electrothermal conversion members is used as the 
ejection portion of the electrothermal conversion 
member or Japanese Patent Application Laid-open No. 59- 
138461 which discloses that an opened hole for 
absorbing a heat energy pressure wave is disposed 
opposite to the ejection portion. 
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Furtherrcvore, as a full line "typ^ recording head 
having a length in accordance wit;h a maximiini widtrh of 
t;he recording ma-terial on which the recording apparat:us 
can perforin recording, either one of a consti"tut:ion in 
which the length is satisfied by a combination of a 
plurality of recording heads disclosed in the 
aforementioned specifications, and a constitution as 
one recording head integrally formed may be used, and 
the present invention can further effectively fulfill 
the aforementioned effect. 

In addition, the present invention is effective 
even when an exchangeable chip type recording head, 
mounted on an apparatus main body, enabling electric 
connection with the apparatus main body or ink feed 
from the apparatus main body^ or a cartridge type 
recording head provided with the ink tank integral with 
the recording head itself is used. 

Moreover, when recovery means, preliminary 
assisting means, and other means are added to the 
recording head as the constitution of the recording 
apparatus of the present invention, the effect of the 
present invention can further be stabilized. As 
typical examples, capping means for the recording head, 
cleaning means, heating or suction means, preliminary 
heating means comprised of the electrothermal 
conveirsion member, a separate heating element or a 
combination of these elements, and a preliminary 
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ejection mode of performing ejection sepaira-fceXy from 
recording are also effective to perform stable 
recording . 

Furtliermore, as the recording mode of the 
5 recording apparatus, not only the recording mode only 
of a main color such as black, but also an integrally 
cons-tituted recording head or a combination of a 
plurality of recording heads may also be used, Tbe 
present invention is remarkably effective even for an 

10 apparatus with a plurality of different colors and/or 
with a full color by mixed color. 

In the aforementioned embodiment of the present 
invention, the ink has been described as the liquid* 
Tbe ink may be solidified at a room temperature or a 

15 lower temperature, but it becomes softened at a room 
temperature, or liquefied. Moreover, in the 
aforementioned ink jet system, it is general to adjust 
the temperature of the ink itself in a range of 30 to 
70**C in such a manner that ink viscosity is placed in a 

20 stable ejection range • Therefore, the ink may be such 
one that is liquefied during application of the 
recording signal* 

Additionally, the temperature rise due to the 
thermal or heat energy may be positively prevented by 

25 using the temperature rise as energy to change the 

state of ink from a solid state to a liquid state, or 
an ink which solidifies when left to stand may be used 



for the purpose of preventing the ink from being 
evaporated- Xn either case, the ink may be used in the 
present invention which is liquefied by applying the 
heat energy in accordance with the recording signal and 
ejected as a liquid ink. Furthermore, use o£ an ink 
which is liquefied only by the heat energy, such as an 
ink which already starts to be solidified when reaching 
the recording material, may also be applied to the 
present invention. in this case, as disclosed in 
Japanese Patent Application Laid-Open Nos. 54-56847 and 
60-71260, while the ink is held as a liquid or solid 
material in a recess portion or a ttirough hole of 
porous sheet, the ink may be disposed opposite to the 
electrothermal conversion member. The present 
invention is most effective with respect to the 
aforementioned inks when the aforementioned film 
boiling system is executed* 

Furthermore, as the mode of the recording 
apparatus of the present invention^ an integrally or 
separately disposed image output terminal of 
Infoxtnation processing apparatuses such as a word 
processor and a computer, a copying apparatus combined 
with a reader, and a facsimile apparatus provided with 
a transmission/reception function may be employed. 

The liquid ejection apparatus on which the 
aforementioned liquid ejection head is mounted will 
next be described in general. 
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Fig. 16 is a schema-tic perspective view of an ink 
je-t recording apparatus 600 as one example of a liquid 
ejection apparatus to which the liquid ejection head of 
the present invention can be attached and applied. 

In Fig. 16, an ink jet head cartridge 601 is 
constituted by uniting the aforementioned liquid 
ejection head and the ink tank for holding the ink to 
be supplied to the liquid ejection head. The ink jet 
head cartridge 601 is mounted on a carriage 607 which 
meshes with a helical groove 606 of a lead screw 605 
rotating in cooperation with forward/backward rotation 
of a drive motor 602 via drive force transmission gears 
603, 604, and is reciprocated in directions o£ arrows 
a, b along a guide 608 together with the carriage 607 
by power of the drive motor 602* A recording material 
P is conveyed on a platen roller 609, and pressed 
against the platen roller 609 over the moving direction 
of the carriage 607 by a sheet press plate 610. 

Photocouplers 611, 612 are disposed in the 
vicinity of one end of the lead screw 605. These 
constitutes home position detecting means for 
confirming the presence of a lever 607a of the carriage 
607 in this area to perform rotation direction switch 
or the like of the drive motor 602* 

A support member 613 supports a cap member 614 for 
covering a front surface (ejection port surface) of the 
ink jet head cartridge 601 provided with the ejection 



port:- Moreover^ ink suction means 615 takes the ink 
which is empty-ejected £rom the ink Jet head cartridge 
601 and pooled inside the cap member 614. The ink 
suction means 615 performs suction recovery of the ink 
jet head cartridge 601 via an in-cap opening (not 
shown). A cleaning blade 617 for wiping the ejection 
port surface o£ the ink jet head cartridge 601 is 
disposed in such a manner that the blade can be moved 
forward and backward (±i\ a direction crossing at right 
angles to the moving direction of the carriage 607) by 
a moving member 618. The cleaning blade 617 and moving 
member 618 are supported by a main body support 619. 
The cleaning blade 617 is not limited to this mode, and 
may be another known cleaning blade. 

For a suction recovezry operation of the liquid 
ejection head, a lever 620 for starting suction moves 
with movement of a cam 621 which meshes with the 
carriage 607, and the drive force from the drive motor 
602 is controlled by known transmission means such as 
clutch change-over for movement control* An ink jet 
recording controller for giving a signal to a heating 
element disposed on the liquid ejection head of the ink 
jet head cartridge 601^ or for performing drive control 
o£ the aforementioned respective mechanisms is disposed 
on an apparatus main body side, and is not shown in the 
drawing . 

In the ink jet recording apparatus 600 constituted 
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as described above, trhe ink jet head cartridge 601 
r-eciprocaties over the entire width of a recording 
material P' to perform recording on the recording 
material P' which is conveyed on the platen roller 609 
by recording material conveying means ( not shown ) ♦ 
A3 described above ^ according to the present 
invention, there is provided an ink which produces the 
image provided with high image density, superior rub 
resistance^ water resistance, and marker resistance, 
which is also superior in intermittent ejection 
stability from the recording head during use in ink jet 
recording, and which can prevent printing torsion or 
ejection defect from being caused by the adhesion of 
the thickened material of the ink to the ejection port 
surface in the ink jet head* 
[EXAMPIxE] 

The present invention will concretely be described 
hereinafter by way of Examples and Comparative 
Examples. In the followirig description, parts and % 
are on a basis of weight unless specified otherwise - 
<Example 1> 

( 1 ) Preparation of anionic resin particles 
containing carbon black 

The following materials were mixed and dispersed; 

• Carbon black MCF-88 (manufactured by Mitsubishi 
Chemical Corp. ) 20 parts 

• Styreneacrylic acid (acid value 200, molecular 
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weight: 30^000) 40 parts 

• Met:hyl ethyl ketone 40 parts 

The mixture was subjected to phase reversal 
emulsification by the use of sodium hydroxide as a 
neutralizing agent ^ and the methyl ethyl ketone was 
then removed to finally obtain an aqueous dispersion of 
a carbon black-containing anionic resin having a solid 
content of 20 % and an average particle diameter o£ 
0.10 micron ♦ 

As an anionic self -dispersible carbon black 
particle, self -dispersible carbon black CAB-0--JET 200 
manufactured by Cabot Co. (whose solid content was 20 % 
and which had a sulfo group as a surface functional 
group) was prepared. This self -dispersible carbon 
black particles had a average particle diameter of 0.13 
micron and a pH of 7. 

(2) Preparation of an ink composition 
The materials prepared as described above were 
used, and the ink of the following composition was 
prepared : 

(Ink Composition of Example 1) 

• Carbon black-containing anionic resin particles 
(using 15 ml of the above aqueous dispersion) 

3.0 parts 

• Anionic self -dispersible carbon black particles 

3 . O parts 

• Propylene urea 7*5 parts 
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• 1^2, e-hexane-briol 1.0 part 

• Ion exchanged water 85.5 parts 
< Example 2> 

( 1 ) Preparation o£ cationic resin particles 
containing carbon black 

The following materials were mixed and dispersed: 

• Carbon black MCF-88 (manufactured by Mitsubishi 
Chemical Corp • ) 20 parts 

• Styrene-N,N-dimethylaminoethyl methacryiate 
copolymer (molecular weight 45,000) 40 parts 

• Methyl ethyl ketone 40 parts 
The mixture was subjected to phase reversal 

emulsif ication by the use of acetic acid as a 
neutralizing agent, and the methyl ethyl ketone was 
then removed to finally obtain an aqueous dispersion of 
a carbon black- containing cationic resin having a solid 
content of 20 % and an average particle diameter of 
0,10 micron- 

The cationic self-dispersible carbon black 
particles were prepared as follows. Tbat is, 10 g of 
carbon black having a surface area of 230 m^/g and a DBP 
oil absorption of 70 ml/100 g was well mixed with 3.06 
g of 3 - amino -N- ethyl pyridinium bromide in 72 g of 
water, and 1.62 g of nitric acid was then added 
dropwise^ followed by stirring at 70 "C. Further 
several minutes later, to the resultant mixture was 
added a solution in which 1,07 g of sodium nitrite was 



dissolved ±n 5 g of water, and the mixture was further 
stirred for one hour* The resultant slurry was 
filtered through a filter (trade name Toyo roshi No. 2; 
manufactured by Advantice Co*), and the pigment 
particles were sufficiently washed with water and then 
dried in an oven at 110* C. Afterward, water was 
further added to the pigment to prepare an aqueous 
pigment solution having a pigment concentration of 10%. 
A cationic property was introduced onto the surface of 
the carbon black by the aforementioned method - 
(2) Preparation of an ink composition 
The materials prepared as described above were 
used to prepare an ink of the following composition: 
(Ink Composition of Example 2) 

• Carbon bXack-containing cationic resin particles 
(using 15 ml of the above aqueous dispersion) 

2.0 parts 

• Cationic self-dispersible carbon black particles 

4*0 parts 

• Propylene urea 7^5 parts 

• Propylene glycol l.O part 

• Ion exchanged water 85*5 parts 
<Example 3> 

The colored resin fine particles and cationic 
self-dispersible carbon hlack particles as prepared in 
Example 2 were used to prepare an ink of the following 
composition: 
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(Ink Composition of Example 3) 

» Carbon blacJc-containing cationic resin particles 
(using 10 ml of tlie aqueous dispersion as prepared in 
Example 2) 2.0 parts 

5 • Cationic self -dispersible carbon black particles 

4.0 parts 

• Glycerol 5.0 parts 

• Ethylene urea 10.0 parts 

• Ion exchanged water 79.0 parts 
10 <Comparative Example 1> 

The colored resin fine particles and cationic 
self-dispersible carbon black particles as prepared in 
Example 2 were used to prepare an ink of the following 
composition: 

(Ink Composition of Comparative Example 1) 

• Carbon black-containing cationic resin particles 
(using 10 ml of the aqueous dispersion as prepared in 
Example 2) 2.0 parts 

• Cationic self -dispersible carbon black particle 

4.0 parts 

• Diethylene glycol 5.0 parts 

• Ion exchanged water 89.0 parts 
<Evaluation> 

(Intermittent ejection stability evaluation method and 
25 evaluation standard) 

The inks of Examples 1 to 3, Comparative Example 1 
were used, and the intermittent ejection stability in 



15 



20 
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■the ink jet head was evaluatad* Evalua-tion was 
pex-£oxTned on a Bk head of BC-60 using BJF-800 
manufactured by Canon\ A longi-tudinal ruled line was 
pxinted at: a fixed int;erval of ejection halt: -tiine, and 
af"ter -the fixed halt: time, the longitudinal ruled line 
fontied by first ejection was visually evaluated on the 
following standard. Table 1 shows evaluation results 
for each halt time* 

A I Normal printing is possible without any 
disorder in the longitudinal ruled line. 

B : A slight disorder is confirmed in the 
longitudinal ruled line, but this level causes no 
problem in actual use. 

C : Non- eject ion and disorder are clearly 
confirmed in the longitudinal ruled line, and normal 
printing is impossible- 



Table 1: Evaluation results of intermittent ejection 
stability 





Halt Time (second) 


5 


10 


15 


20 


Example 1 


A 


A 


B 


B 


Example 2 


A 


B 


B 


B 


Example 3 


A 


A 


A 


B ! 


Comparative 
Example 1 


C 


C 


C 


C 
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As apparent: from Table 1, i-t has been confirxned 
■that: w±t:h -the inks of Examples 1 to 3, normal ink 
ejec-tion Is possible even after the fixed ejection halt 
tirae and th^se inks are superior in the intermittent 
ejection stability. 

(Ink re-solubility evaluation method and evaluation 
standard) 

The inks of Examples 1 to 3 and Comparative 
Example 1 were used, and re-solubility of evaporated 
ink was evaluated* The evaluation comprised: 
evaporating 5.0 g of each test ink in a glass 
laboratory dish at 60 *C for 15 hours; adding 2*5 g of 
each fresh test ink to the evaporated and thickened 
ink; leaving the ink to stand at a room temperature for 
one hour; and visually observing each ink state after 
one hour* 



Table 2: Evaluation results o£ ink re-solubility 





Laboratory Dish State 


Example 1 


No thickened material 
remains ♦ 


Example 2 


No thickened material 
remains . 


Example 3 


No thickened material 
remains - 


Comparative Examle 1 


Thickened material 
remains . 
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As apparent from Table 2, ±t has been confirmed 
that witii the inks of Examples 1 to 3 no -thickened 
material remains in the laboratory dish, and these inks 
are superior in the ink re-solubility of evaporated 
5 ink. 
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WHAT IS CLAIMED IS: 

1. An aqueous ink composii:ion for ink jet: 

comprising a coloran-b-containing resin fine particle^ a 

pigment; fine particle and a polyhydric alcohol, said 

5 composition further comprising at least one of a 

compound represented by the following general formula 

( I ) and a compound represented by the following general 

formula (II): 

General formula ( I ) 

10 O 

11 



15 



20 



25 




General formula ( II ) 



O 
11 




wherein R^^ to Rj are independently each a hydrogen 
atom^ CH3 or C^Hg* 

2- The aqueous ink composition according to claim 
1, wherein the pigment fine particle has a cationic 



Iiydrophilic group or the pigment fine particle is 
dispersed with a dispersant having a cationic 
hydrophilic group, and the resin fine particle has the 
cationic hydrophilic group. 

3* The aqueous ink composition according to claim 
1 or 2, wherein the pigment fine particle is self- 
dispersible carl^on black to the surface of which at 
least one hydrophilic group is bonded directly or via 
another atomic group * 

4, The aqueous ink composition according to claim 
1, wherein the resin fine particle has a cationic 
hydrophilic group on the surface thereof, 

5* The aqueous ink composition according to claim 
1, wherein the compound represented by said general 
formula (I) is contained in an amount of 5 to 15 wt% 
based on the total weight of the aqueous ink. 

6- The aqueous ink composition according to claim 
1, wherein said polyhydric alcohol is at least one 
selected from a group consisting of glycerin, propylene 
glycol, 1, 5-pentanediol, 1, 2, 6-hexanetriol, and 
hexylene glycol, and the amount of said polyhydric 
alcohol is in a range of 0.1 to 10 wt%- 
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7» The aqueous ink compositrion according -fco claim 
1^ wJierein -the ink composition is used for Ink jet: 
recording - 



5 8 . An ink cari:ridge comprising an ink container 

containing an aqueous ink composition for ink jet 
comprising colorant -containing resin fine particles, 
pigment fin© particles, a polyhydric alcohol, and at 
least one of a compound represented by the following 
10 general formula (I) and a compound represented toy the 
following general formula (II): 
General formula ( I ) 



II 

HN NH 



20 



1 t<2 

General formula (II) 



O 
II 



25 
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9. A recording unit; comprising an ink container 
con'taining an aqueous ink composi-tion for ink jet 
comprising colorant-containing resin fine particles^ 
pigment fine particles, a polyhydric alcohol, and at 
least one of a compound represented by the following 
general formula (1) and a compound represented by the 
following general formula {II); and an ink jet head for 
ejecting the ink: 

General formula ( I ) 



10. An ink jet recording apparatus comprising an 
ink container containing an aqueous ink composition for 
ink jet comprising colorant-containing resin fine 
particles, pigment fine particles, a polyhydric 



O 
II 




General formula (ii) 



O 




R4 



alcoliol, and at: least: one of a compound represented 
the following general formula (1) and a coinpound 
represented by tlie following general formula ( IX ) ; and 
an ink jet head for ejecting the ink: 
General formula ( I ) 



11. An ink jet recording method comprising a step 
of applying an aqueous ink composition for ink jet to a 
recording material by an ink jet process^ said aqueous 
ink composition comprising colorant-containing resin 
fine particles, pigment fine particles and a polyhydric 
alcohol, and at least one of a compound represented by 
the following general formula { I ) and a compound 
represented by the following general formula (II): 



o 

II 




General formula ( II ) 



o 
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General formula ( I ) 



10 



H. 



1 

General formula (il) 



O 
II 




15 
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ABSTE^CT OF THE DISCLOSURE 

There is disclosed an ink for ink jet; which 
produces a high quality level image, is superior in 
int:enn±-tt:ent ejection s-tability from an ink jet 
5 recording head, and can inhilDit printing distortion or 
ejection defect from being caused by a thickened 
material of the ink attached to an ejection port 
surface • The ink contains colorant -containing resin 
fine particles, pigment fine particles, at least one of 
10 a compound represented by the general formula (I) and a 
compound represented by the general formula (II), and a 
polyhydrlc alcohol : 

General formula (I) 



15 




20 General formula (II) 



O 

II 



25 




R4 



wherein to R5 are independently each a hydrogen 
atom, CH3 or C2Hg« 
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FIG. 4 
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